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Filtration material 

3,4/46000 I balle 
3,4/46000 I balle 
3,4/38000 I SK balle 
3,4/36000 I SK balle 


No. 

037 

790 

Rhodia 

NO. 

037 

983 

Rhodia 

No. 

148 

444 

Rhodia 

NO. 

148 

446 

Rhodia 


These towsproduced with different raw materials should have a 
performance similar to Eastman's 3,4/46000 I standard quality 
presently used on pan-European diluted Marlboro. 

MLFPQ filters manufactured at FTR before Rhodia's technicien 
ran without problems on' the KDF2 machine. 


Diluted MLF exp were made with these filters for smoke yield 
determination and taste evaluation. 


Tipping paper 

Korkipa PM F Z3/60 EPZ Enterlein 

In order to have several suppliers for electrostatically 
perforated cork tipping paper, Enterlein was requested to 
submit sample bobbins to PMG-Munich and FTR. 

According! to lab results, the main characteristics of this 
material correspond to Benkert's Z3/60 standard quality 
except the back side of the tipping which is rougher than 
expected. 

On the finished product, this particularity has greatly 
increased the dilution rate and consequently, negatively 
influenced smoke deliveries. 

In spite of this, it was decided! to give another opportunity 
to Enterlein to produce a suitable quality of tipping paper. 
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Source: https://www.industrydocuments.ucsf.edu/docs/mlnlOOOO 
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Cardboard 




Kopparwhite strong 220 g/m2 (for Hinge Lid) 

Kopparwhite 220 g/m2 (for display carton) 

In order to find a second cardboard supplier for the Hinge 
Lid packs and display carton production, Papyrus-Kopparfors 
Was requested to submit material able to be compared to 
Iggesund standard qualities. 

Analytical investigation carried out on' the above-mentioned 
qualities gave the following results: 

Bending forces and tearing resistance are acceptable, 

but whiteness is insufficient and the appearance of the board 

backside is slightly beige and not uniform. 


Based on these comments, neither of the two qualities can be 
taken into consideration for the time being. 
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